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(57) Abstract 

. The invention relates to device processing, packaging and interconnects that will yield integrated electronic circuitry of 
higher- densit> and complexity than can be obtained by using conventional multi-chip modules. Processes include the formation 
of complex multi-function circuitry on common module substrates using circuit tiles of silicon thin-films which are transfeiTedV 
interconnected and packaged. Circuit modules using integrated transfer/interconnect processes compatible with extremely high 
density and complexity provide large-area active-matrix displays with on-board drivers ar.l jogic in a complete glass-based mo- 
dules. Other applications are contemplated, such as, displays, microprocessor and memor\ devices, and communication circuits 
with optical input and output 
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HIGH DENST TY ELECTRONIC CIRCUIT MODULES 

Background of thP Invention 

The development of new portable electronic products, 
such as the laptop computer, is currently of great 
5 worldwide interest. Miniaturization of the various 

component systems (memories, displays, and so forth) for 
such products requires that the necessary circuits be 
packed in as small a volume as possible. Packing circuits 
into a small volume also reduces parasitic capacitance and 

10 improves signal propagation time between circuits. One 
approach to this requirement is to increase the scale of 
integration in order to obtain all of the required 
functions from a circuit made from a single wafer. 
Unfortunately, efforts to create full-wafer circuitry have 

15 encountered unacceptable yield losses owing to the large 
circuit size. In the specific area of active matrix 
displays, a similar problem results in attempting the 
scale-up of the display size to and beyond the 256K pixel 
level. 

2 0 Active matrix (AM) displays generally consist of 

flat-panels consisting of liquid crystals or 
electroluminescent materials which are switched "on" and 
"off" by electric fields emanating from pixel electrodes 
charged by thin-film transistors (TFT's) co-located with 

25 each liquid crystal or electroluminescent pixel area. 
These AM displays are expected to supplant cathode ray 
tube (CRT) technology and provide a more highly defined 
television picture or data display. The primary advantage 
of the active matrix approach, using TFT's, is the 

30 elimination of cross-talk between pixels, and the 
excellent grey scale that can be attained with TFT- 
compatible liquid crystal displays (LCD's). 

Flat panel displays employing LCD's generally include 
five different layers: a white light source layer, a 
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" first polarizing filter layer that is mounted on one side 
of a circuit panel on which the TFT's are arrayed to form 
pixels, a filter plate layer containing at least three 
primary colors arranged into pixels, and finally a second 
5 polarizing filter layer. A volume between the circuit 

panel and the filter plate is filled with a liquid crystal 
material. This material rotates the polarization of light 
passing through it when an appropriate electric field is 
applied across it. Thus, when a particular pixel 
id electrode of the display is charged up by an associated 
TFT, the liquid crystal material rotates polarized light 
being transmitted through the material so that it will 
pass through the second polarizing filter and be seen by 
the viewer. 

15 The primary approach to TFT formation over the large 

areas required . for flat panel displays has involved the 
use of films of amorphous silicon which has previously 
been developed for large-area photovoltaic devices. 
Although the TFT approach has proven to be feasible, the . 
20 use of amorphous silicon compromises certain aspects of 
the panel performance: For example, amorphous silicon 
TFT's lack the frequency response needed for large area 
displays due to the low electron mobility inherent in 
: amorphous material. Thus, the use of amorphous silicon 
25 limits display speed, and is also unsuitable for the fast 
logic needed to drive the display. 

owing to the limitations of amorphous silicon, other 
alternative materials are being considered, such as, 
. polycrystalline silicon/ or laser recrystallized silicon. 
30 Thin films, less than about 0.4 microns, of these 

materials are usually formed on glass which generally 
restricts further circuit processing to low temperatures . 

The formation of large active-matrix displays is 
hampered by the unavailability of large-area single 
35 crystal Si material. Thus the conventional approach is to 
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use thin-film amorphous (A-Si) or polycrystalline Si 
(poly-si) wafers. The required number of thin-film 
transistors (TFT's), combined with the large number of 
driver circuits and the thin-film material defects 
5 inherent in A-Si or poly-Si, leads to unacceptable yield 
and quality problems when the entire display is to be 
fabricated as a unit. 

A need exists, therefore, for a relatively 
inexpensive way to reliably form hybrid high density 
10 electronic circuits, including active matrices, memories, 
and other devices, in a modular approach that permits 
small high-quality parts or circuits to be assembled into 
complete large-area high-quality complex devices. 

Summary of the Invention , 

15 The present invention comprises a method, and 

resulting apparatus, for fabricating complex hybrid multi- 
function circuitry on or in a common module body, such as 
a substrate or superstrate, by using silicon thin film 
transfer processes to remove areas or tiles of circuits, 

2 0 formed in Si thin-films, and transferring, locating and 

adhering the removed tiles to a common module body. The 

removal of areas or tiles is hereinafter referred to, 

generally, as "dicing." The process of transferring, 

locating"^nU^aherlWg~Ts'~g^n«ally"lre'ferred to as 
25 "tiling." 

The films may be formed of A-Si, poly-Si, or x-Si 

depending upon the desired circuit parameters. Elements 

of one circuit are then interconnected to elements of 

another circuit by conventional photolithographically 

30 patterned thin film metallization techniques. Direct 

iaser writing or erasing may be used for repair or 

modification of interconnects. 

The transfer may be accomplished in either of two 

ways - single transfer or double transfer. In the single 
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transfer process, the desired Si circuitry is formed on a 
thin film Si substrate; the Si circuits are diced, i.e., 
divided into dice or tiles containing one or more 
circuits; the dice or tiles are then tiled, i.e., 
sequentially registered onto a common module body and 
sequentially adhered to the. module body. After all the 
dice or tiles are adhered to the module body, all the Si 
substrates are removed in one process and the circuits 
interconnected. Alternately, the Si substrates may be 
sequentially removed if more precise alignment is 
required. 

In the double transfer process, the circuits are 
transferred to an intermediary transfer or carrier body 
and then the substrates are removed. Dicing may occur 
15. before or after the first transferral. The thin film 

circuitry is supported by the transfer body until transfer 
to the common module body is appropriate. The circuitry 
is then tiled, i.e., sequentially transferred, registered 
and adhered to the. common module body. If the transfer 
body is sufficiently thin, the transfer body may be left 
on the circuitry. If not, it is removed and circuit 
interconnections made, as required. 

In a preferred embodiment, the common module forms an 
active matrix (AM) LCD panel fabricated in accordance with 
25 the invention. The circuit panel for the AMLCD is formed 
by transferring to a common module substrate or 
: superstrate, multiple x-Si and/or A-Si or poly-Si thin 
film tiles upon which circuits may have been formed, and 
wherein each tile is obtained as a unit from one- or more 
30 wafers. During transfer, the tiles are registered with 
respect to one another. Circuits are then interconnected 
as necessary. Registration is accomplished by well-known 
X-Y micropositioning equipment. Adherence and planarity 
are achieved using optically transparent adhesives which 
35 fill in voids left in forming circuitry . Trimming of 
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substrate edges may be required to obtain precise circuit 
dimensions needed for proper alignment on the module body. 

Other preferred embodiments of the present invention 
relate to the formation of three-dimensional circuits and 
5 devices. Significantly, these three dimensional circuits 
and devices provide for high density circuitry in small 
areas. As such, three-dimensional (3-D) circuits and 
devices can be used to fabricate high density electronic 
circuitry including stacked memories, multi-functional 

10 parallel processing circuits, high density low-power CMOS 
static RAMs, peripheral drive circuitry for display panels 
and a plurality of high-speed low-power CMOS devices. 

In accordance with the present invention, a preferred 
fabrication process comprises single and double transfer 

15 of silicon films and backside processing of said films for 
pr-wi :ing various 3-D circuits and devices. In one 
pr*ifs red embodiment, a 3-D double gate MOSFET device can 
be fabricated. First, a standard MOSFET having drain, 
source and gate regions is formed in a silicon layer of an 

20 SOI structure by any suitable technique. Next, the MOSFET 
is single transferred to a superstrate for backside 
processing. A region of the insulating layer is removed 
to expose a backside region of the silicon layer. A 
second gate is then formed adjacent the backside region of 

25 the silicon layer opposite the first gate. A conductive 
contact is attached to the second gate, thereby providing 
a 3-D double gate MOSFET. 

In another embodiment of the present invention, a 3-D 
double gate MOSFET inverter is fabricated such that its n- 

30 channel MOSFET and its p-channel MOSFET share the same 
body with their respective channels disposed on opposite 
sides of the shared body. In fabricating this inverter, a 
silicon layer is formed over an insulating layer on a 
substrate. After the silicon is patterned into an island, 

35 a series of doping steps are performed on the silicon to 
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produce a first MOSFET having a first drain, a first 
source and channel region (which is a portion of the 
shared body region). The first drain, first source and. 
channel regions are disposed along a first axis in a plane 
extending through the silicon. Another series of doping 
steps are subsequently performed on the silicon to produce 
a second MOSFET having a second drain, a second source and 
a channel region which are disposed along a second axis 
extending perpendicular to the first axis. A first gate 
is then formed on one side of the plane of the silicon, 
and contacts are attached to the first source, first 
drain, first gate, second source and second drain. The 
silicon is bonded to a superstrate and the substrate is 
removed for backside processing. Accordingly, a region of 
15 the insulating layer is removed to exposed a backside 

region of the. silicon island and a second gate is formed. 
The second gate is positioned on the opposite side of . the 
plane of the silicon island as the first gate over the 
channel region. A contact is then attached to the second 
gate and the two gates can then be electrically connected. 



10 



20 



In another embodiment, another 3-D double gate MOSFET 
inverter is formed of a pair of vertically stacked 
MOSFETs. The fabrication sequence involves forming a 
first MOSFET device in a first silicon layer over a first 

25 substrate, and a second MOSFET device in a second silicon 
layer over a second substrate. The first MOSFET device is 
transferred to a superstrate, and the second MOSFET device 
is transferred to a optically transmissive substrate. 
Next, the first silicon layer is stacked onto the second 

30 silicon layer such that the two MOSFET devices are 

vertically aligned. The MOSFETs are then electrically 
interconnected to provide an 3-D inverter circuit. 

In yet another embodiment, a vertical bipolar 
transistor is fabricated in accordance with the principles 
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of the invention. The fabrication process begins with 
providing a silicon layer over an insulating layer on a 
substrate. Next, a series of doping steps are performed 
to produce a collector region, an emitter region and a 
5 base region. Conductive contacts are then formed for the 
collector, emitter and base. The structure can be single 
transferred to a superstrate for backside processing. To 
that end, a region of the insulating layer is removed to 
expose a backside region of the silicon layer. A metal 

10 layer is applied over the exposed backside of the silicon 
and sintered. 

Integrated circuits fabricated and other materials 
can also be stacked into 3D circuit modules according to 
the invention. The circuits can be fabricated and I -VIII, 

15 ll-vi, or III-V compounds or in diamond thin films. In 
addition, 3D circuit modules may comprise stacked layers 
or diff erring materials. 

According to preferred embodiments of the invention, 
various circuit layers in 3D modules may be 

20 interconnected. The circuit layers may be interconnected 
by conductive material, or by contactless coupling. In a 
3D circuit module, the circuit layers adhered to each 
other my interleaved thin film epoxy layers. 
Interconnects form a patterned layers to form vias and 

,25 then depositing a thin film metallization layer into the 
vias. In an alternate preferred embodiment, the circuit 
layers are interconnected by optical couplers. In yet 
another preferred embodiment, the circuit layers are 
coupled by compassitive or inductive coupling elements. 

30 Stacked 3D circuit modules according the subject 

invention comprise thermally conductive layers interleaved 
into the stacked circuit layers to enhance heat transfer 
- to an external heat sink the thermally conductive layers 
are fabricated as thin film layers. The thermally 

35 conductive layers may comprise of thin film diamond, 



WO 93/16491 



PCT/US93/01322 



; -8- 

silicon carbide, aluminum nitride, alumina, zurconium, 
. ceramic material or bralium oxide. 

Brief Description of the Drawings 

Fig. 1 is a perspective view of a high density 
5 circuit module in the form of an active matrix liquid 
crystal display (AMLCD) . 

Fig. 2A is a schematic illustrating how two six inch 
wafers can be used to form tiles for a 4 X 8 inch AMLCD. 

Fig. 2B shows the tiles of Fig. 2A applied to a glass 
10 substrate for forming an AMLCD. 

Fig. 3 is a circuit diagram illustrating the driver 
system for the AMLCD of Fig. 1. 

Figs. 4A-4L is a preferred process flow sequence 
illustrating the fabrication of the a portion of the 
15 circuit panel for the AMLCD of Fig. 1. 

Figs. 5A and 5B are cross-sectional schematic process 
views of a portion of the AMLCD. 

Fig. 6 illustrates in a perspective view a preferred 
embodiment of a system used for recrystallization. 
2 0 Figs. 7A-7D is a process flow sequence illustrating 

transfer and bonding of a silicon an oxide (SOI) structure 
to a glass superstrate and removal of the substrate. 

Figs. 8A and 8B is a process flow sequence 
illustrating an alternative transfer process in which a. 
25 GeSi alloy is used as an intermediate etch step layer. 
Figs. 9A and 9B is a process flow sequence 
illustrating another thin film tile isolate and transfer 
process used to form a pressure sensor or an array of such 
sensors. 

30 Fig. 10A and 10B illustrate an alternate process to 

the process of Figs. 9A and 9B. 

Figs. 11A-11D is a process flow sequence illustrating 
circuit transfer steps employed in the formation of a 
three-dimensional circuit. 



WO 93/16491 



PCT/US93/01322 



-9- 

Figs. 12A and 12B are graphs illustrating the drive 
current and transconductance of a MOSFET circuit 
surrounded by an adhesive and positioned on a glass 
substrate and a MOSFET circuit surrounded by air and 
5 positioned on a glass substrate respectively. 

Figs. 13 A and 13B is a process flow sequence 
. illustrating the formation of electrical interconnections 
between layered devices. 

Fig. 14 illustrates a shielding layer positioned in a 
10 layered structure for minimizing undesirable electrical 
interference between layered devices. 

Figs. 15A-15G is a process flow sequence illustrating 
the fabrication of a 3-D double gate MOSFET device. 

Figs. 16A-16J is a process flow sequence illustrating 
15 the fabrication of a 3-D double gate inverter. 

Figs. 17A-17D is a process flow sequence illustrating 
the fabrication of a 3-D stacked inverter. 

Figs. 18A-18H is a process flow sequence illustrating 
the fabrication of a vertical bipolar transistor. 
» Figs. 19A-19D illustrate the fabrication of a III-V 

circuit array. 

Figs. 20 is a plan view of an XY addressable LED 
array mounted or stacked on a silicon substrate with an 
associated silicon electronic circuitry. 
> Fig. 21 is a schematic side view of an infrared to 

visible light converter embodiment of the invention. 

F.ig. 22 is a side view of a pixel of a tri-color X-Y 
addressable LED array. 

Fig. 23 is a plan view of the array of Fig. 22. 
• Figs. 24A-24C illustrate preferred embodiments of 

interconnecting 3D circuit stacks. 

Figs. 25A-25C illustrate a preferred embodiment of a 
thermally managed 3D stack. 
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Details Description of the Invention 

. I. : Tiled Active Matrix Liquid Crystal Display 
A preferred embodiment of the invention for 
fabricating complex hybrid multi-function circuitry on 
5 common module substrates is illustrated in the context of 
an AMLCD f as shown in Fig. 1. The basic components of the 
AMLCD comprise a light source 10/ such as a flat 
fluorescent or incandescent white lamp, or an 
electroluminescent lamp having white, or red, blue and 
10 green phosphors, a first polarizing filter 12, a circuit 
panel 14, an optional filter plate 16 and a second 
polarizing filter 17, which form a layered structure. 
Note: Filter plate 16 is not needed for a black and white 
display or where the red, green and blue colors are 
15 provided by the lamp at the appropriate pixel. A liquid 
crystal material 23, such as a twisted nematic is placed 
between the circuit panel 14 and the filter plate 16 . 

Circuit panel 14 consists of a transparent common 
module body 13 formed, for example, of glass upon which is 
20 transferred a plurality of common multifunction circuits 
comprising control logic circuits 4 OA and 4 OB and drive 
circuits 18A and' 18B, 2 OA and 20B, and array circuit 25A 
and 25B. Preferably, the logic and drive circuits which 
require high speed operation are formed in tiles of x-Si. 
25 The array circuits may be formed in A-Si material, or 

poly-Si, or preferably in x-Si, to achieve lower leakage 
in the resultant TFT's and, hence, better grey scale- 
Higher speed is also achieved in x-Si. A 4 x 8 inch 
active matrix LCD array can be formed from two standard 6- 
30 inch diameter Si wafers Wl and W2 as shown in Fig. 2A. 
Array circuit 25A is formed on wafer Wl and 1-inch by 4- 
inch tiles TA are transferred from the wafer Wl to the 
substrate 14. Note: The transfer may be accomplished 
using either a single or double transfer process, as will 
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be described in detail below. Each tile is registered 
against another using micropositioning equipment and 
manipulators capable of micron scale accuracy. Similarly, 
tiles TB are transferred from wafer W2 to form array 25B 
5 on substrate or common module body 13 (See Fig. 2B) . 

Logic circuits 4 OA and 4 OB and drive circuits 18A, 
18B, 2 OA, 20B are formed on other suitable substrates (not 
shown) and tiled and transferred in like manner to common 
substrate 13 and registered opposite the arrays 25A, 25B, 
10 as shown in Fig. 1. Conductive interconnections 50 are 
then made between the drive circuits and the individual 
pixels 22 and the logic control circuits 4 OA and 4 OB. In 
this manner, a 1280 by 1024 addressable array of pixels 22 
are formed on the substrate 13 of circuit panel 14. Each 
15 pixel 22 is actuated by voltage from a respective drive 
.circuit 18A or B on the X-axis and 2 OA or B on the Y-axis. 
. The X and Y drive circuits are controlled by signals from " 
control logic circuits 4 OA and B. ■ Each pixel 19 produces 
an electric field in the liquid crystal material 23. 

2 0 disposed between the pixel and a counterelectrode (not 

shown) formed on the back side of the color filter plate 
16. 

The electric field formed by pixels 22 causes a 
rotation of the polarization of light being transmitted 
25 across the liquid crystal material that results in an 
adjacent color filter element being illuminated. The 
color filters of filter plate system 16 are arranged into 
groups of four filter elements, such as blue 24 , green 31, 
red 27, and white 29. The pixels associated with filter 

3 0 elements can be selectively actuated to provide any 

desired color for that pixel group. 

A typical drive and logic circuit that can be used to 
control the array pixels 22 is ii: .^trated in Fig. 3. 
Drive circuit 18A receives an inc. ->ing signal from control 
35 logic 40A and sends a signal to each source electrode of a 



WO 93/16491 



PCT/US93/01322 



-12- 

TFT 51 in one. of the columns selected by logic circuit 4 OA 
through interconnect . line 53. Y-drive circuit 20A 
controlled by logic circuit 40A energizes a row buss 59 
extending perpendicular to column buss 53 and applies a 

5 voltage pulse to each gate G of TFT'S 51 in a selected 
row. When a TFT has a voltage pulse on both its gate and 
source electrode current flows through an individual 
transistor 51, which charges capacitor 56 in a respective 
pixel 22. The capacitor 56 sustains a charge on the pixel 

10 electrode adjacent to the liquid crystal material (shown 
schematically at 19) until the next scan of the pixel 
array 25. Note: The various embodiments of the invention 
may,: or may not, utilize capacitors 56 with each pixel 
depending upon the type of display desired. 

15 II. Transfer Processes 

The array circuits 25A and 25B and logic 4 OA, 4 OB and 
drive circuits 18A,18B may be formed and transferred by a 
number of processes. The basic steps in a single transfer 
process are: forming of a plurality of thin film Si 

20 circuits on Si substrates, dicing the thin film to form 
tiles, and transferring the tiles to a common module 
substrate by "tiling." Tiling involves the steps of 
transferring, registering the transferred tiles, and 
adhering the registered tiles. The Si substrates are then 

25 removed and the circuits on the tiles are interconnected. 
The double transfer approach, described in detail 
below in connection with Figs. 4A-4L. is similar except 
that the Si-substrate is removed after dicing and the thin 
film is transferred. to an intermediate transfer body or 

30 carrier before ultimate transfer to the common module ' 
body.. 

Assuming an Isolated Silicon Epitaxy (ISE) process is 
used, the first step is to form a thin-film precursor 
structure of silicon-on-insulator (SOI) film. An SOI 
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structure, such as that shown in Fig. 4A f includes a 
substrate 32 of Si, a buffer layer 30, of semi-insulating 
Si and an oxide 34 (such as, for example, Si0 2 ) that is 
grown or deposited on buffer layer 30, usually by Chemical 
5 Vapor Deposition (CVD) . An optional release layer 36 of 
material which etches slower than the underlying oxide 
layer 3 4 is then formed over the oxide 34. 

For example, a silicon oxy-nitride release layer, 
comprising a mixture of silicon nitride (S 3 N 4 ) and silicon 
10 dioxide (Si0 2 ) may be a suitable choice. Such a layer 
etches more slowly, in hydrofluoric acid than does Si0 2 
alone. This etch rate can be controlled by adjusting the 
ratio of N and O in the silicon oxy-nitride (SiO N ) 
■ compound. 

15 A thin essentially single crystal layer 38 of silicon 

is then formed over the release layer 36. The oxide (or 
insulator) 34 is thus buried beneath the Si surface layer.* 
For the case of ISE SOI structures, the top layer is 
essentially single-crystal recrystallized silicon, from 

20 which CMOS circuits can be fabricated. 

Note: for the purposes of the present application, 
the term "essentially" single crystal means a film in 
which a majority of crystals show a common crystalline 
orientation and extend over a cross-sectional area in a 

25 plane of the film for at least 0.1 cm 2 , and preferably, in 
the range of 0.5 - 1.0 cm 2 , or more. The term also 
' includes completely single crystal Si. 

The use of a buried insulator provides devices having 
higher speeds than can be obtained in conventional bulk 

30 (Czochralski) material. Circuits containing in excess of 
1.5 million CMOS transistors have been successfully 
fabricated in ISE material. An optional capping layer 
(not shown) also of silicon nitride may also be formed 
over layer 3 6 and removed when active devices are formed. 
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As shown in Fig. 4B, the film 38 is patterned to 
define active circuits, such as a TFT's in region 37 and a. 
pixel electrode region at 39 for each display pixel. 
Note: For simplification/ only one TFT 51 and one pixel 
5 electrode 62 is illustrated (Fig. 4H) . It should be 

understood that an array of 1280 by 1024 such elements can 
in practice be formed on a single 6-inch wafer. 

A plurality of arrays may be formed on a single six- 
inch wafer, which are then applied to the display as tiles 
10 and interconnected. Alternatively, the plurality of pixel 
matrices from one. wafer can be separated and used in 
different displays. The plurality may comprise one large 
rectangular array surrounded by several smaller arrays (to 
be used in smaller displays). By mixing rectangular 
15 arrays of different areas, such ah arrangement makes 

better use of the total available area on a round wafer. 

An oxide layer 40 is then formed over the patterned 
regions including an insulator region 48 formed between 
the two regions 37, 39 of each pixel. The intrinsic 
20 crystallized material 38 is then implanted 44 (at Fig. 4C) 
with boron or other p-type dopants to provide a n-channel 
device (or alternatively, an n-type dopant for a p-channel 
device) 

A polycrystalline silicon layer 42 is then deposited 
25 over the pixel and the layer 42 is then implanted 46, 

through a. mask as seen in Fig. 4D, with an n-type dopant 
to lower the resistivity of the layer 42 to be used as the 
gate of the TFT. Next, the polysilicon 42 is patterned to 
form a gate 50, as seen in Fig. 4E, which is followed by a 
30 large implant 52 of boron to provide p+ source and drain 
regions 66, 64 for the TFT on either side of the gate 
electrode. As shown in Fig. 4F, an oxide 54 is formed 
over the transistor and openings 60 , 56, 58 are formed 
through the oxide 54 to contact the source 66, the drain 
35 64, and the gate 50. A patterned metallization 71 of 
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aluminum, tungsten or other suitable metal is used to 
• connect the exposed pixel electrode 62 to the source 66 
(or drain) , and to connect the gate and drain to other 
circuit panel components. 

5 The devices have now been processed and the circuits 

may now be tested and repaired, as required, before 
further processing occurs. 

The next step in the process is to transfer the 
silicon pixel circuit film to a common module, either 

10 directly, or by a double transfer from substrate to 

carrier and then to the common module. A double transfer 
approach is illustrated in Figs. 4H-4L. To separate a 
circuit tile from the buffer 3 0 and substrate 37, a first 
opening 70 (in Fig, 4H) is etched in an exposed region of 

15 release layer 3 6 that occurs between tiles. Oxide layer 
34 etches more rapidly in HF than nitride layer 36, thus a 
larger portion of layer 34 is removed to form cavity 72. 
A portion of layer 36 thus extends over the cavity 72. 

In Fig. 41, a support post 76 of oxide is formed to 

20 fill cavity 72 and opening 70, which extends over a 

portion of layer 36. Openings or via holes 74 are then 
provided through layer 36 such that an etchant can be 
introduced through holes 74, or through openings 78 etched 
beneath the release layer 36, to remove layer 34 (See Fig. 

25 4J) . The remaining release layer 36 and the circuitry 
supported thereon is now held in place relative to 
substrate 32 and buffer 3 0 with support posts 76. 

Next, an epoxy 84 that can be cured with ultraviolet 
light is used to attach an optically transmissive 

30 superstrate 80 to the circuitry, and layer 36. The buffer 
3 0 and substrate 3 2 is then patterned and selectively 
exposed to light such that regions of epoxy 84 1 about the 
posts 76 remain uncured while the remaining epoxy 84 • is 
cured (See Fig. 4K) . The buffer 30 and substrate 32 and 

35 posts 76 are removed by cleavage of the oxide post and 
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dissolution of the uncured 84 epoxy to provide the thin 
film tile structure 141, shown in Fig. 4L mounted on 
carrier 80. 

To form the final display panel, the edges of the 
5 carrier 80 are trimmed to coincide with the tile borders. 
The nitride release layer 3 6 is removed by etching. 

As shown in Fig. 5A, a plurality of tile structures 
141 are then sequentially registered with one another and 
adhered to, a common module body 110 using a suitable 
10 adhesive (not shown). Common module body 110 is 

preferably patterned with interconnect metallization on 
the surface facing the tile structure 141 for 
interconnecting individual tile circuitry with each other. 
Next, insulation and alignment layers, spacers/ a sealing 
15 border and bonding pads for connections (not shown) are 
bonded onto the periphery of the common module body 110. 
A screen printing process can be used to prepare the 
border. As shown in Fig. 5B, a plate 117 containing the 
color filters 120 and the counterelectrode (not shown) is 
20 bonded to the periphery thin film circuit tiles 141 with 
the sealing border after insertion of spacers (not shown). 
The display is filled with the selected liquid crystal 
material 116 via a small filling hole or holes extending, 
through the border. This filling hole is then sealed with 
25 a resin or epoxy. First and second polarizer films 118, 
.112 or layers are then bonded to both sides and connectors 
(not shown) are added. Finally, a white light source 114, 
or other suitable light source, is bonded to polarizer 
112. 

30 . Pixel electrodes 62. are laterally spaced from each 

. other. Each pixel has a transistor 51 and a color filter 
120 or 122 associated therewith. A bonding, element or 
adhesive 82 and optically transmissive superstrate 110, 
such as glass or plastic completes the structure. Body 
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110 is preferably a low temperature glass that can have a 
thickness preferably of about 200 to 1000 microns. 

In an alternative CLEFT process, thin single-crystal 
films, are grown by chemical vapor deposition (CVD) , and 
5 separated from a reusable homoepitaxial substrate. 

The films removed from the substrate by CLEFT are 
"essentially" single-crystal, of low defect density, are 
only a few microns thick, and consequently, circuit panels 
formed by this process have little weight and good light 
10 transmission characteristics. 

The CLEFT process, illustrated in U.S. Patent No. 
4,727,047, involves the following steps: growth of the 
desired thin film over a release layer (a plane of 
weakness), formation of metallization and other coatings, 
15 formation of a bond between the film and a second 

substrate, such as glass (or superstrate) , and separation 
along the built-in-plane of weakness by cleaving. The 
substrate is then available for reuse. 

The CLEFT process is used to form sheets of 
20 essentially single crystal material using lateral 

epitaxial growth to form a continuous film on top of a 
. release layer. For silicon, the lateral epitaxy is 

accomplished either by selective CVD or, preferably, the 
ISE process or other recrystallization procedures. 
25 Alternatively, other standard de; osition techniques can be 
used to form the necessary thin film of essentially single 
crystal material. 

One of the necessary properties of the material that 
forms the release layer is the lack of adhesion between 
30 the layer and the semiconductor film. When a weak plane 
has been created by the release layer, the film can be 
cleaved from the substrate without any degradation. As 
noted in connection with Figs. 4A-4C, the release layers 
can comprise multi-layer films of Si 3 N 4 and Si0 2 . Such an 
35 approach permits the Si0 2 to be used to passivate the back 
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of the CMOS logic. (The Si 3 N 4 is the layer that is 
dissolved to produce the plane of vea)cness.) In the CLEFT 
approach, the circuits are first bonded to the glass, or 
other transfer substrate, and then separated, resulting in 
5 simpler handling as compared to, for example, UV-cured 
tape. 

The plane of weakness is key to obtaining uniform 
cleaving between the. circuits and the substrate. This 
plane may be formed by creating a pattern of carbon on the 
10 surface of the wafer so tha/t only a small fraction of the 
underlying semiconductor surface is' exposed. These 
exposed portions are used as nucleation cites for the 
epitaxial film. . If the growth conditions are properly 
chosen, the film will grow laterally faster than 
15 vertically, leading to 1 at erial overgrowth of the single 
crystal film. Within lim of vertical growth, the film 
becomes continuous and of high quality. However, the 
carbon layer is weak and, combined with the small fraction 
of exposed semiconductor areas where the film is strongly 
2 0 attached to the substrate, creates a plane of weakness. 
This plane. can be used reliabily and reproducibly to 
separate the film from the substrate. The substrate may 
be reused. These processes have been used to transfer a 
wide range of GaAs and Si circuits to alternative 
25 substrates such as glass, ceramic, and other materials, 
without harm to the active circuitry. 

In the TSE process, the oxide film is strongly 
attached to the substrate and to the top Si film which 
will contain the circuits. For this reason, it is 
30 necessary to reduce the strength of the bond chemically. 
This requires use of a release layer that is 
preferentially dissolved with. an etchant without, complete 
. separation to form a plane of weakness in the. release 
layer. The films can then be separated mechanically after 
35 the glass is bonded to the circuits and electrodes. 
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Mechanical separation may be accomplished by bonding 
the upper surface of the Si film to a superstrate, such as 
glass, using a transparent epoxy. The film and glass are 
then bonded with wax to glass plates about 5 mm thick that 
5 serve as cleaving supports. A metal wedge is inserted 
between the two glass plates to force the surfaces apart. 
Since the mask has low adhesion to the substrate, the film 
is cleaved from the substrate but remains mounted on the 
glass. The substrate can then be used for another cycle 
10 of the CLEFT process, and the device processing may then 
be completed on the back surface of the film. Note that 
since the device remains attached to a superstrate, the 
back side can be subjected to standard wafer processing, 
including photolithography. 
15. One embodiment of the invention utilizes a 

recrystallization system, shown schematically in Fig. 6 to 
form the essentially single crystal Si thin film. A 
sample wafer 134 is formed of poly Si, formed on Si0 2 , 
formed on an Si wafer. A capping layer 138 is formed over 
20 the poly Si, The wafer temperature is then elevated to 
near the melting point by a lower heater 130. An upper 
wire or graphite strip heater 132 is then scanned across 
the top of the sample 134 to cause a moving melt zone 13 6 
to recrystallize or further crystallize the 
25 polycrystalline silicon. The lateral epitaxy is seeded 
• from small openings formed through the lower oxide. The 
resultant single crystal film has the orientation of the 
substrate. 

A number of unique devices and circuits have been 
3 0 formed using the above processing techniques. These 

techniques have been used to transfer CMOS active matrix 
LCD circuitry from 1SE wafers to glass, and have yielded 
excellent displays with single crystal Si active matrix 
circuits, Silicon circuitry has been transferred to glass 
35 and shows no important changes in transistor 
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charcteristics. after transfer. The technique has also 
been proved with III-V compound semiconductor circuits. 
For example, GaAs and AlGaAs monolithic series-connected 
photovoltaic energy converters have been made for power 
5 down a fiber application that yield exceptional 

performance. Also, . two-dimensional multiplexed AlGaAs LED 
arrays (with over 32K pixels) have been made by transfer 
and two-sided processing and exhibit extremely high LED 
density as well as performance.. The development of this 
10 broad range of Si and III-V circuits indicates the general 
applicability of the transfer process to a wide range of 
devices and circuits. 

III. Alternate Adhesion and Transfe r Processes 
15 Figs. 7A-7D illustrate an alternate preferred double 

transfer process for adhering and transferring tiles of 
circuits of thin films of silicon to a common module body. 
The starting structure is a silicon wafer 118 upon which 
an oxide layer 116 and a thin film of poly-Si, A-Si or x- 
20 Si 114 is formed using any of the previously described 

processes such as ISE or CLEFT. A plurality of circuits, 
such as pixel electrodes, TFT's, Si drivers and Si logic 
Circuits, are then formed in the thin film. Fig. 7A shows 
three such wafers, I, II, III. In wafer I, logic circuits 
25 4 0 are formed. In wafer II, pixel electrodes 62 and TFT's 
51 are formed. In. wafer III, driver circuits 20 are 
formed. A wafer, or individual tiles diced from the 
wafer, is attached to a superstrate transfer body 112, 
such as glass or other transparent insulator, using an 
3 0 adhesive 120. Preferably the adhesive is comprised of 
commercially available epoxies. 

The wafer, or tile, is then cleaned and the native 
oxide 118 is etched off the back surface. Depending on 
the thickness of the wafer, it may take up to 5 hours to 
35 etch the Si 118 and oxide 116 layers. The solution etches 
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silicon very rapidly, i.e. 2 to 3 microns/min. , and 
uniformly if the wafers are held horizontally in the 
solution with the etching surface face up. The acid has a 
very low etch rate on oxide, so that as the substrate is 
5 etched away and the buried oxide is exposed, the etching 
rate goes down. The observer can monitor the process and 
to stop the etch in the buried oxide layer 116" without 
punching through to the thin silicon layer 114 above it. 
Wafers up to 25 mils thick and oxides as thin as 400oA 
10 have been successfully etched using this process. An 

alternative etchant is hydrazine, which has a much higher 
etch rate selectivity or ethylene diamine pyrocatacol 
(EDP) . 

When the silicon is completely gone, the vigorous 
15 bubbling, which is characteristic of silicon etching 

abruptly stops, signalling that the etching is complete. 

The thin films 114 transferred to the respective 
glass superstrates 112 are now rinsed and dried. If not 
already provided with circuits 40, 51, 62 or 20, the films 
20 114 can be backside circuit processed, if desired. 

After all the necessary circuits are formed, as 
above, on transfer bodies 112, they may now be diced and 
tiled onto a common module body 13 (Fig. 7D) to perform a 
combined function, such as an AMLCD. 
25 The logic circuits 40 of transfer body 118 in col. A, 

Fig. 7C, are transferred to the border of module body 13, 
while the driver circuits 2 0 from the transfer body 118 in 
col. C, Fig. 7C, are disposed on the border between the 
logic circuits 4 OA and 40B. 
30" Tiles of pixel electrodes 62 and TFT 1 s 51 are formed 

by dicing or etching and are registered with respect to 
each other and pre-formed wiring 50 on module body 13 , as 
shown. 

After all the circuits are registered and adhered to 
35 the module body, the transfer body 118 and the epoxy 120 
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. is removed using a suitable etchant, such as HF for the 
case of a glass transfer body. 

Interconnection of circuits is achieved during 
registration or by direct laser writing where necessary. 
5 Also, if desired, the film can be transferred to another 
. substrate and the first glass superstate and adhesive can 
be etched off, allowing access to the front. side of the 
wafer for . further circuit, processing. 

Figs. 8A and 8B illustrate an alternative one-step 
10 silicon thin film transfer process in which GeSi is used 
as an intermediate etch stop layer. In this process,. Si 
.. buffer layer 126 is formed on an x-Si substrate 128. 

followed by a thin GeSi layer 129 and a thin A-Si, poly- 
Si, or x-Si device or circuit layer 132; using well-known 
15 CVD or MBE growth systems.. 

The layer 132 is then IC processed in the manner 
previously described in connection with Figs. 4E-H, to 
form circuits, such as TFT ' s 200 and pixel electrodes 202 
(Fig. 8A). Next, the processed wafers, or tiles from the 
20 wafer, are mounted on a common module glass (or other) 

support 280 using an epoxy adhesive of the type previously 
mentioned in connection with Figs. 7A-7B. The epoxy fills 
in the voids formed by the previous processing and adheres 
the front face to the superstrate 280. 
25 Next, the original Si substrate 128 and Si buffer 126 

. are removed by etching, which does not affect the GeSi 
layer 129 (Figs. 8B) . Finally, the GeSi layer 124 is 
removed by brief submersion in a suitable etch. 

IV. Pressure Sensor Embod iment 
30 Figs. 9A-9B illustrate an alternate embodiment 

related to isolating and transferring circuits. In a 
representa-tive embodiment, a method of fabricating 
pressure sensing transducers on a glass substrate is shown 
in Figs.. 9A-9B and described hereinafter. . The transducer 
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circuit operates by sensing a change in the resistance of 
the p-region 904 in response to pressure applied to the 
circuit. This resistance change may be sensed by an 
ohmmeter coupled across contacts 912 and 912 and 
5 calibrated and converted into a pressure sensor to serve 
as a strain gauge. The starting structure is shown in 
Fig. 9A. An SOI wafer is provided which consists of an Si 
substrate 900 beneath a buried oxide layer 902, upon which 
is formed a single., or nearly single, crystal Si layer 
10 904. A blanket implant of boron ions is made to make the 
. Si layer a p-type conductor. A thin (1000A) blanket 
protective/mask layer of oxide (Si0 2 ) (not shown) is then 
formed over the structure. (Note Fig. 9A shows the 
structure after processing). Single, or nearly single, 
15 islands of x-Si are then formed by applying photo-resist 
over the oxide structure and etching the oxide and silicon 
904 between islands to align the edges of the islands 
parallel to the [110] plane. Photo resist is applied 
again and contact openings formed to contact regions 910 
20 and 908, which are then implanted with a high dose of 
boron ions to form P* type conductivity regions. A 
protective oxide layer 906 is then formed over the island. 
Aluminum contact pads, 912 and 913 to the contacts 908, 
910 are formed in openings provided through oxide 906. 
25 The pressure transducer circuit of Fig. 9A is now ready 
for transfer to a temporary glass substrate. 

After the circuit 918 is formed, the circuit is 
transferred to a temporary substrate 920 using a removable 
epoxy 922. The silicon substrate 900 is etched away. 
30 Then using a photoresist and mask the initial oxide layer 
902 is etched around the periphery of the circuit 918 
leaving the circuit free to be inverted and transferred to 
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the glass substrate 920 and releasibly bonded thereto, 
using the removable epoxy 922 from which it can be 
transferred and bonded to a module for general sensing, 
including temperature, pressure, acceleration, and so 
5 forth, all under microprocessor supervision, to make a 
high speed process controller. 

Figs. 10A and 10B illustrate an alternate transfer 
process in which the initial oxide 902 is etched about the 
periphery of each circuit 918 using a conventional photb- 
10 resist and /mask technique. The Si substrate 900 is also 
; etched locally vhich preferentially etches Si to reveal 
the [111] plane. A nitride layer may be added such that 
the etchant does not etch the aluminum. Etching of the Si 
substrate with hydrazine undercuts the circuits 918 
15 forming a cavity 930 under the circuits and leaving a 
bridge structure 934 between circuits 918 and the 
substrate. 

When it is desired to remove one or more circuits 
918, a vacuum wand may be used to seize one or more 
20 circuits and break the bridge to remove the circuits which 
may then be transferred along with other circuits to a 
common module substrate and aligned and interconnected 
with other circuitry to perform an overall function as 
previously described. Alternatively, other techniques 
25 such as laser ablation can be used for removing the 
circuits from the substrate. 

Fig. 10B is a top-plan view of Fig. 10A before 
substrate 900 is etched where the bridges 934 are shown.- 
The bridges make an angle of about 22 i relative to the 
30 long symmetry axis of the circuit 918*. 
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V. Three-Dimensional Circuitry 

A- 3-D Circuit Architecture 
. . Other embodiments of the present invention relate to 

the formation of three-dimensional circuits. In forming a 
5 two-layer three-dimensional circuit, a first circuit 1000 
(Fig* 11A) formed in a silicon layer 1002 on an oxide 
. layer 1004 on an Si substrate 1001 is transferred onto a 
glass superstrate 1006 as shown in Fig. 11B. More 
specifically, the single-transferred circuit 1000 is 
10 transferred to a glass superstrate, coated with amorphous 
silicon, by any of the aforementioned transfer methods and 
bonded to the glass with an adhesive or epoxy 1008. 
deferring to Fig. lie, a second circuit 1010 is double- 
transferred to a glass or diamond substrate 1011. The 
15 circuit 1010 is preferably formed in a layer of silicon 
1012 on an oxide layer 1014, and is bonded to the 
- substrate by a layer of adhesive or epoxy 1016. 

Referring to Fig. 11D, a three-dimensional device is 
formed by bonding the single-transferred circuit 1000 
20 (Fig. 11B) on top of the double-transferred circuit 1010 
(Fig. lie) using thin, uniform adhesive 1018. Since the 
circuits can be observed through the glass substrate 1011, 
they can be aligned using a microscope or a contact or 
proximity aligner as routinely done in photolithography 
25 where a mask is aligned on top of a silicon circuit in 

process or by other appropriate micropositioning tools or 
techniques. 

After bonding, the superstrate 1006 is removed as in 
a double-transfer process and the adhesive 1008 is removed 
30 in oxygen plasma. This leaves the front surface of the 
top circuit 1000 exposed. The bottom circuit 1010 is 
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buried beneath the adhesive layer 1018.' In order to make 
connections between the layers of circuits, openings, or 
via holes (not shown) are defined by appropriate etchants 
in order to expose contact areas on the two circuit 
5 layers. All of the oxide is etched in buffered HF using 
photoresist as a mask while the adhesive can be etched in 
oxygen plasma. or by reactive ion etching (HIE) using the 
previously etched oxide as a mask- Once these via holes 
have been opened in the bonding layer, they can be filled 
10 with metal in order to make the contact from layer to 

layer. The layer to layer interconnections are explained 
in detail below. The adhesive layer between the 
superposed circuits must be kept very thin, 1-25 microns,- 
preferably 5 microns thick to facilitate layer to layer 
15 contacting. The process can be repeated to add additional 
layeris to the device. 

The performance characteristics of each circuit in a 
three-dimensional structure are related to the thermal 
conductivity of the medium in which the circuit is 
2 0 disposed. Figs. 12A-12B show performance curves of a 

lower MOSFET circuit, of a three-dimensional device (such 
as in Fig. 11D) and the corresponding curves for a similar 
device after double-transfer and before three-dimensional 
mounting (such as in Fig. 11C) . The graphs of Figs. 12A- 
25 12B show that the transconductance and the drive current 
are higher when the circuit is buried under epoxy (Fig. 
11D) than when it is exposed to ambient air (Fig. 11C) . 
This effect can be explained by a higher thermal 
conductivity of the epoxy with respect to air which 
30 results in a reduced heating effect for the circuit buried 
in epoxy (Fig. 11D) . It is noted that carrier mobility 
decreases as the temperature of the circuit increases and 
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that performance is directly related to carrier mobility. 
Thus, surrounding circuits in highly conductive epoxies 
provide lower device temperatures leading to improved 
performance characteristics. These epoxies can be filled 
5 with particles of thermally materials such as diamond 
aluminum nitride, silicon carbide, and other conductive 
compounds. There are many available thermally 
conductive/electrically insulating epoxies. 

An advantage of this approach is the capability to 
10 integrate heat sink layers within the stack. Heat 

dissipation is an important problem in 3D architectures, 
and a capability for insertion of heat conducting layers 
between active electronic layers is advantageous. These 
layers can have much higher thermal conductivity than can 
15 be attained in Si or other semiconductors that may be 
envisioned for heat transfer. 

One significant aspect in the formation of three- 
dimensional circuits involves interconnecting the layered 
devices. It is noted that in such circuits, the epoxy 
2 0 disposed between the device layers may be spun to obtain a 
thickness of a few microns. Alternatively, other known 
techniques can be employed to obtain a thin, uniform layer 
of epoxy. Fig. 13A is a sectional view of Fig. 11D taken 
along the line A-A and shows the lower contact area 1020 
25. formed- via metalization in the plane of the silicon layer 
1012 for providing electrical connection to the circuit 
1010 (Fig. 11D) . Similarly, upper contact areas (not 
shown) are formed directly above the lower areas in the 
plane of the silicon layer 1002 and are electrically 
30 . connected to the upper circuit 1000 (Fig. 11D) . Referring 
to Fig. 13B, the upper and lower areas (1024, 1020) employ 
an optional poly-Si layer for strengthening the areas for 
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contacts. Via holes 1022 are formed through the. upper. 
; contact areas 1024 to gain access to the lover contact 
areas. 1020. The etching to form the via holes with high 
aspect ratio is performed by an RIE technique. Electrical 
5 contact between the upper and lower devices is made by . 
- filling the via holes 1022 with an. electrically conductive 
material. such as tungsten or aluminum. 

Another significant aspect of three-dimensional 
circuits involves shielding device layers to avoid 
10 undesirable electrical or magnetic interference between 
devices. Referring to Fig. 14, ground planes 1026 are 
positioned between device layers 1028 and 1030 to prevent 
electrical interference. These conductive ground planes. 
102 6 can be made with a metal or by ITO deposition on the 
15 surface of the oxide layer 1032 opposite the device 1034. 
Alternatively, the ground planes can be formed with an 
electrically conductive epoxy or with a highly doped 
silicon layer taking the place of a device layer in the 
stacked structure. 
20 A benefit of using transfer technology to form a 

multilayer stack is. attained if superior radiation 
resistance and low weight are desired. The removal of the 
substrate decreases the probability of single event upset 
and reduces the weight, but also important is the 
25 potential for utilization of high-Z radiation shielding 
material at the outside surfaces of the device. This 
shielding can protect many layers of stacked circuits with 
much less increase in weight than is needed for a 2D 
geometry. Thus, there are important benefits for. space 
30 applications in which radiation resistance and weight are . 
important factors. 
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A further benefit of the proposed technology is that 
the multi-layer circuit may be made tamper resistant. 
This benefit is particularly important for the prevention 
of reverse engineering for proprietary circuits. In a 2D 
5 circuit, the die can be removed from the package and 
examined by microanalytic techigues. However, a 3D 
circuit can be formed in such a way that separation of the 
layers is not only difficult, but also highly destructive, 
so that separation of the layers would not yield 
10 meaningful patterns or useful reverse-engineered data. 
Speed advantages can be attained by using a 3D 
approach. For example, in a memory comprising stacked 2D 
circuits access time can be reduced because the transit 
distance for address signals is shorter than a comparable 
15 tilted planar 2D memory. As another example by using a 3D 
addressing scheme for a true 3D architecture , access time 
may be reduced to an even lower level. 

Transfer of circuits into a 3D architecture can also 
permit the integration of high speed GaAs analog signal 
20 processing circuitry (MMICs) with silicon circuits. This 
permits the integration of microwave circuits with high 
speed highly dense Si circuits. Such versatility may not 
be easy to obtain with other approaches. Transfer is also 
applicable to digital GaAs circuitry. 
25 Finally, the transfer approach, makes possible the 

. use of optoelectronic circuits and devices. These 
circuits can be used for optical computing, optical I/O, 
or optical interconnects between circuit planes in the 3D 
structure. Other uses of optoelectronic devices or 
30 circuits can be integrated relatively easily if a need for 
these devices arises. 
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This technology makes possible the. vertical 
integration of memory layers, leading to new circuit 
architectures. Specific advantages include the following: 

Extremely rapid access time,. . . 
5 - New memory architectures that are more 

compatible with neural network memory models, 
and 

Compatibility with optical, processing and 
optical addressing of the memory. 

10 These advantages are a result of the capability not 

only to integrate connections between layers, but also to 
interpose optoelectronic devices and circuits within the 
layers. Thus, the proposed technology may form the basic " 
building block of an entirely new type of circuit 

15 architecture.. 

B. 3-D Device Formation 

: In accordance with the present invention, a 
fabrication process comprising single and double transfer 
steps and a backside processing step can be employed to 

20 provide various 3-D devices. The fabrication process 

includes the formation of circuits in a Si film of an SOI 
structure, adhering the circuits to a superstrate and 
removal of the substrate. At this point, the silicon 
circuits have been . single-transferred and the backside of 

25 the silicon circuit layer is exposed. Backside processing 
can be performed, so long as the processing is compatible, 
with the selected adhesive. After backside processing is 
performed, the silicon circuit layer is transferred to a 
glass substrate (double-transfer).. 
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In one preferred embodiment, a double gate MOSFET can 
be formed in accordance with the above-described 
fabrication process. First, a standard MOSFET device 1050 
having a drain (D) , a gate (Gl) and a source (S) (Fig. 
5 15A) is formed by an suitable method such as described 
previously herein. The next step in the process is to 
transfer the device film 1052 from its substrate 1056 to a 
superstrate for backside proce :.ng. A single transfer 
approach is shown in Figs. 15B-15D. Referring to Fig. 
10 15B, an epoxy 1058 is used to attach an optically 

transmissive superstrate 1060. In a preferred embodiment, 
a glass superstrate coated with A-Si is employed with a 
two-part epoxy. Once the front surface of the film 1052 
has been bonded to the superstrate 1060, the substrate 
1056 is etched. As shown in Fig. 15C, the etchant rapidly 
removes the silicon substrate 1056 with the oxide layer 
1054 serving as an etch stop. The etch rate selectivity 
of 2 00:1 for silicon versus thermal silicon dioxide allows 
the use of very thin oxide layers leaving the device 1050 
20 protected from the etchant. 

After single transfer, using an opposite polarity 
gate mask (not shown) the oxide layer 1054 is thinned down 
to a few hundred angstroms (-500 ) along the channel 
region 1062 (Fig. 15D) . An alternative method of 
25 providing a thin oxide layer adjacent the backside of the 
MOSFET device 1050 is illustrated in Fig. 15E. Once again 
using a mask (not shown) , the oxide layer along the 
channel region 1062 is etched away to expose the backside 
of the device 1050. Next, a thin oxide layer 1063 (-500 
30 ) . can be deposited in the region 1062. 

A second gate (G2) is then formed over the thin oxide 
layer 1063 and electrically connected to the first gate 
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(Gl) as follows. Referring to Fig. 15F, which is a cross- 
sectional view of the structure shown Fig. 15E a contact 
hole 1065 can be opened through the thinned oxide, and a 
gate material (1066) can be deposited and etched to form a 
5 second gate (G2) 1064 which is electrically connected to 
the first gate (Gl) . This dual gate configuration serves 
to practically double the drive current for the MOSFET 
1051 since the device has two channels. Referring to Fig. 
15G # the dual gate MOSFET 1051 may be transferred again 
10 and bonded with epoxy 1067 to a permanent substrate 1068 
such as glass. 

In another preferred embodiment, a 3-D double-gate 
MOSFET inverter 107 0 can be fabricated such that the n- 
. channel and p-channel MOSFETS share the same body with 
15 their channels disposed on opposite sides thereof. The 
fabrication sequence for providing a double-gate inverter 
is shown in Figs. 16A-16J. Referring to Fig. 16A, the 
device 1070 includes an n-channel MOSFET 1072 with a gate 
(Gl) , source (SI) and drain (Dl) and a p-channel MOSFET 
20 1074 with a gate (G2) , source (S2) and a drain (D2) . 

Referring to Fig. 16B, the shared region 1076 includes the 
n-channel 1078 and the p-channel 10 8 0 which are disposed 
on opposite sides of the region. More specifically, the 
channel for the n-channel MOSFET is disposed along the top 
25 interface 1081 of the shared region and the channel for 
the p-channel MOSFET is disposed along the bottom 
interface 1082 of the shared region. 

A series of plan views illustrating the processing 
steps employed for fabricating a double gate MOSFET 
3.0 inverter are shown in Figs. 16C-16J. Fig. 16C illustrates 
the channel doping for the p-channel MOSFET. A 
photoresist and a mask are positioned over the patterned 
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silicon island 1084 and phosphorous (or other n-type 
dopants) is implanted into the area 1086 with a projected 
range (R p ) near the bottom interface 1082 (Fig. 16B) . The 
implant is such that the phosphorous concentration at the 
5 bottom interface is about 10 16 cm* 3 . Fig. 16D illustrates 
the channel doping for the n-channel MOSFET. Using a 
photoresist and mask, boron (or other p-type dopants) is 
implanted in the area 108 8 with an Rp near the top 
interface 1081 (Fig. 16B) . The implant preferably 

10 produces a boron concentration at the top interface of 
about 4 x 10 16 cm" 3 . 

Fig. 16E illustrates the formation of the channel 
stop 1083 (Fig. 16B) for the n-channel MOSFET. A 
photoresist and mask are positioned over the silicon 

15 island such that boron is implanted into the regions 1089 
with an R p in the in the middle of silicon. This implant 
is such that the average boron concentration in the middle 
of the silicon is about 4 x 10 16 cm" 3 . Fig. 16F 
illustrates an edge implant for the n-channel MOSFET. To 

20 avoid the effect of sidewall parasitic transistors, the 
corner regions 1077 (Fig. 16A) extend beyond the gate 
material preventing the gate from contacting the sidewall 
of the silicon island to form a sidewall transistor. 
Further, these corner regions are heavily doped to 

25 minimize sidewall transistor effects on the double-gate 

inverter. Using a photoresist and mask, boron (or other 

p-type dopant) is implanted into the areas 1090 with an R 

p 

near the top interface. The implant preferably produces a 
boron concentration at the top interface of about 5 x 10 17 
.3 0 cm" 3 . 

Referring to Fig. 16G, the gate (Gl) and the contact 
area 1094 are then formed for n-channel MOSFET. Next, the 



WO 93/16491 



PCT/ljS93/01322 



-34- 

source/drain doping is performed for the n-channel device. 
Using a photoresist, and mask, arsenic (or other .n-type 
dopants) is implanted, self-aligned with the gate (Gl) , 
into the area 1096 with an Rp near the top interface and 
5 ah arsenic concentration of about 10 20 cm" 3 . Fig. 16H 

illustrates the formation of the channel stop 1079 (Fig. 
. 16B) for the p-channel MOSFET. Using a photoresist and 
mask, phosphorus (or other n-type dopants) is implanted, 
self -aligned. with, the gate (Gl) , into the area 1097 with 
10 an Rp near the top interface .1081 (Fig. 16B) and a 

phosphorus concentration of about 8 x 10 16 cm' 3 . Next, the 
source/drain doping is performed for the p-channel MOSFET. . 
Again using a photoresist and mask, -boron is implanted 
into the areas 1098 with a R p in the middle of the silicon 
15 and an average boron concentration of 10 20 cm" 3 . 

Next, the gate (G2) is formed for the p-channel 
MOSFET and electrically connected to the gate (Gl) • 
Referring to Fig. 16J (which is a sectional view of Fig. 
16A taken along, the line J-J) , the double-gate MOSFET is 
20 single transferred to a temporary superstrate 1100 and 

attached to the superstrate by an adhesive or epoxy 1102. 
Then, the oxide layer 1104 upon which the device is 
disposed is selectively etched using a photoresist and a 
mask to open two areas 1106 and 1108. Next, the gate (G2) 
25 is formed in the! area 1106 by metalization as well as the 
contact path 1110 to the contact area 1094. After 
metallization, the two gates are electrically connected. 

In another preferred embodiment, a three-dimensional 
inverter,. is formed with a pair of MOSFETs which are 
30 vertically stacked as shown in Fig. 17D. The fabrication 
process for the three-dimensional inverter is shown in 
Figs. 17A-17D. Referring to Fig. 17A, an n-channei device 
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1200 is formed in single crystal silicon 1202 on an oxide 
1204 over a substrate (not shown). After a double 
transfer, the device 1200 is attached with an adhesive or 
epoxy 1208. A passivation oxide layer 1210 is deposited 
5 over the device 120. 

Referring to Fig. 17B, a p-channel device 1212 is 
separately fabricated in "single crystal silicon 1214 on an 
oxide 1216 on a substrate (not shown) . An oxide layer 
1224 is deposited over the p-channel device 1212 for 

10 passivation, and single transfer is performed such that 
the device is attached to a superstrate 1218 by an 
adhesive 1220. The p-channel device 1212 is then 
attached to the n-channel device by an adhesive 1222 
forming a stacked structure (Fig. 17C) . 

15 Next, an oxide layer 1224 is deposited over the p- 

channel device 1212 for passivation. Referring to Fig. 
17D, vias 1226 are then formed to access the gate, source 
and drain regions of the upper device 1212 and the buried 
. device 1200. A metal layer 1228 is deposited and 

2 0 patterned to form electrical interconnects, for the 

stacked inverter structure 1230. It is noted that the 
interconnection of the respective gates is made in a plane 
parallel to the figure such that the vias are not shown. 
In yet another preferred embodiment, a vertical 

25 bipolar transistor is fabricated in accordance with the 
principles of the present invention. The fabrication 
process sequence is shown in Figs. 18A-18H. Beginning 
with a silicon film 1240 on an oxide 1242 on a substrate 
1244 (Fig. 18A) , the silicon is patterned into device 

30 ' regions as shown in Fig. 18B. Next, a deep implant of an 
n-type dopant 1241 is performed for producing an n-doped 
collector region 1250. Referring to Fig. 18C, the device 
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region is doped with boron or other p-type dopants 1243 
for providing a p-type base region 1251. Referring to 
. Fig. 18D, the silicon is doped with an n-type dopant 1244 
to provide an n+ emitter region 1245. Next, the silicon 
5 is heavily doped with an n-type material 1247 to provide 
an n+ collector region 1248 (Fig. 18E) . 

The collector, emitter and base contacts 1252 can be 
formed (Fig. 18F) and the device can be transferred to a 
superstrate 1254 (Fig. 18G) . The device is attached to 
10. the superstrate with an epoxy 1256 and inverted for 

further processing. To that end, a portion of the oxide 
iayer 1242 is etched forming an opening 1258 at the back 
of the silicon layer. Next, a metal layer 1260 is 
applied over the exposed backside Of the silicon film and 
15 sintered (Fig. 18H) . ;. A high temperature implant (~450}C) 
can be implemented prior to metal iz at ion to produce an n+ 
buried conductor layer 1250 provided that a high 
temperature epoxy is used. 

Three dimensional circuits can also be fabricated in 
20 III-V semiconductor materials, with appropriate release 

layer material and etchant. For an AlGaAs/GaAs device, an 
AlAs release layer is preferred. For ah InP device, an 
InGaAs release layer is preferred. AlAs is preferentially 
etched by. HF acid, while InGaAs is preferentially etched 
25 by sulfuric/hydrogen peroxide and water solution. The 
process can also be extended to II-VI semiconductor 
circuits. 

For example, the fabrication of III-V circuit array, 
in accordance with the- invention, will be described with 
30 reference to Figs. 19A-D. It begins with the epitaxial 
growth of the required heteroepitaxial layers of AlGaAs 
and GaAs layers on a GaAs or Ge substrate. In the case of 
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the GaAs substrate 312, an optional layer 314 of AlAs is 
. formed between the active AlGaAs layers 316 and the 
substrate 312 to facilitate substrate removal by the etch- 
off method. The AlAs forms an etch stop layer. 
5 Alternatively, the X-Y array can be removed from the 
substrate by a CLEFT process (See U.S. Patent No. 
4,727,047 issued February 23 f 1988 to Fan et al.) or 
chemical epitaxial lift-off. In the case of Ge 
substrates, a layer of AlAs can be used as an etch stop, 

10 but AlAs is not really necessary, since the Ge substrate 
can be dissolved in H 2 0 2 * without harm to the AlGaAs active 
layers. Fig 19A shows the epitaxial layer structure to 
comprise an active GaAs (or AlGaAs) layer 3 66 formed by 
OMCVD. A pattern of contact pads 119 and busbars (not 

15 shown) is formed by photolithographic techniques, 

evaporation, and/or electroplating on the front surface, 
as shown in Fig. 19B. Next, the circuits 313 are isolated 
by etching part way into the epitaxial layers 316, as 
shown in Fig. 19B. This step is not absolutely required 

20 at this point, however, it simplifies a later etch step in 
the process. 

The next stage of the process consists of bonding of 
the wafer to a support 380, such as glass, ceramic, or 
thin stainless steel. If the support is transparent to 

25 infrared radiation, downstream front-to-back alignments 
are facilitated, but the alignments can also be carried 
out by careful registration to the support edges. The 
processed front side is bonded to the support 3 80 using a 
suitable adhesive (not shown) (Fig. 19C) . After the 

30 support 380 is attached, the wafer or substrate 312 is 
etched off (or cleaved off) leaving the thin film 316 
attached to the support 380, as shown in Fig. 19D, in 
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: which the structure has been flipped over onto the support 
to expose the backside B for processing. 

Once the backside is exposed, any remaining non- 
essential material, is removed from the back by selective 
5 etching in iRF to expose a clean GaAs contact, layer. B. The 
backside contacts. 321 and busbars 32lx are now 
photolithographically patterned and electroplated or 
evaporated onto the contact regions 316'. 

. As shown in Fig. 20, the front backside processed 
10 . circuit array 330 may be mounted directly to a silicon 
wafer 323 in a precise location 310 with X and Y silicon 
driver circuits 320 and 322 formed in wafer 323 and 
coupled to the X and Y bonding pads 324 and 326, 
respectively. Bonding of array 330 to wafer 323 may also 
15 be accomplished by having the contact pads 326 replaced by 
cantilevered bars that extend over to pads on wafer 323 
and which can be trimmed to form circuit bonding pads . 

Note that in the first step of the backside process, 
undesired epitaxial layers are removed; these layers are 
20 present to initiate the epitaxy, or may be buffer layers 
that are not needed in the final device. To make their 
removal simple, as AlAs etch stop layer (hot shown) may be 
provided in. the epitaxy between these layers and the 
epitaxial device structure. The layers can then be 
25. removed in etches that stop at AlAs, such at the well 
. known PA etches. At a pH of about 8, these etches 

dissolve GaAs 1000 times faster than AsGaAs. After the 
etch stops at the AlAs, the. AlAs can be removed in HF or 
HCl. 

30 In the process described above, the backside of the 

substrate is provided with multiplex-compatible 
metallization to contact the back of each pixel. Note 
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that this type, of processing requires front-to-back 
alignment. The pixels are then separated by a mesa etch. 
Because the films are only about 5 microns thick, the mesa 
etch is straightforward and quick. The etching may be 
5 accomplished with either wet or dry processing. At this 
point, the exposed semiconductor may be coated with 
dielectric to prevent association. 

As shown in Fig. 21 a detector 4 50 and LED array 3 00 
can be stacked into a hybrid assembly comprised of a top 
10 thin film IR X-Y detector array 4 50 affixed by light 

transparent glue to lower thin film LED array 3 00 mounted 
on glass substrate 620. A glass lens 460 is affixed to 
the top surface of detector 450 and heat transfer openings 
460 provided as necessary for cooling purposes. The 
15 entire structure can be quite thin (1 mil) , with the 
electronics 47 0 provided around the periphery. 
Ultimately, the monolithic thin film array can be mounted 
on ordinary glasses for image enhancement of visible 
light, as well as for display of data superimposed on 
20 video images. 

The applications of the device of Fig. 21 include 
military night vision systems, range finders, advanced 
military avionics, personal communications systems, and 
medical systems in which real-time image enhancement is 
25 usefuL. 

As shown schematically in Figs. 22 and 23, X-Y arrays 
can also be used to form a multicolor display. To make 
such a display, individual X-Y arrays labelled LED1, LED2 
and LED3, are formed from two or more different epitaxial 
30 structure. The primary difference in the structure is in 
the active layer material 161, 162 and 163, which must 
have different band gaps to create different colors. For 
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example, red 163 can be created with AlGaAs, and green 162 
can be created with InAsGaP. The top device LED1 may be a 
blue LED formed of II-VI material, such as ZnSe, ZnSSe or 
a group IV alloy such as Sic. 

The arrays must be stacXed with the larger bandgap 
LED1 closer to the observer. The material with the larger 
bandgap will be transparent to the radiation from the 
smaller bandgap. Thus, in this way, the observer will be 
able to see both colors. 

The creation of the stack of three LEDs 1020 is as 
follows: first, the three separate LED arrays LED1, LED2 . 
and LED3 are formed, as previously described. Next, they 
are stacked together with glass 600 between them. 

Transparent glue or epoxy 400 is used to bond the 
15 stacks on top of each other. The upper and lower bonding 
pads PI and P2. on each LED are laterally staggered with 
respect to other LEDs , so that individual LED pixels may 
be addressed (See plan view Fig. 23). 

. Integrated circuits fabricated on other materials can 
20 aiso.be stacked into 3D. circuit modules using a transfer 
process as described above. The circuits can be 
"fabricated in II-VI or.I-VIII compounds or in diamond thin 
films, in addition, a 3D circuit module may comprise 
stacked layers of differing materials. For example, GaAs 
25 circuits can be stacked adjacent to Si circuits 
Fig. 24A illustrates a 3D circuit stack 
interconnected by conductive material. The circuits 
' layers 1410, 1410", 1410" are stacked onto a carrier 
substrate 1401. The circuit layers 1410, .1410', 1410" 
3 0 are fabricated separatedly using an above-described 

transfer process. The circuit layers 1410, 1410', 1410" 
are adhered to the carrier substrate 1401 and to adjacent 
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circuit layers by interleaved thin-film epoxy layers 1420, 
1420 1 , 1420 1 '. As each layer is transferred interconnects 
1414 are formed by patterning and etching the epoxy layers 
1420', 1420 11 to form vias and then depositing a thin-film 
5 . metallization layer into the vias. To promote thermal 
conductivity, away from the circuitry the epoxy may be 
impregnated or supersaturated with a thermal conductive 
. material, such as diamond. 

In addition to metal contacts through vias, stacked 
10 layers of circuits may employ contactless interconnects. 
Fig. 24B is a schematic diagram of stacked circuit layers 
. comprising contactless interconnects. Shown are two thin 
film circuit layers 1410, 1410' 1 interconnected within a 
thin film circuit module having a plurality of thin film 
15 circuit layers. Each interconnected circuit layer 1410, 
1410* 1 comprises a contactless coupling element 1415, 
.1415" registered to each other. The plurality of circuit 
layers are transferred and adhered by interleaved epoxy 
layers 1420, 1420 ', 1420 11 . 
20 Any intervening circuit layer 1410 1 must be patterned 

and etched to form vias through that layer. Preferably, 
the intervening circuit layer 1410 1 is patterned and 
etched prior to transfer. The via 1435 is registered to 
the coupling elements 1415, 1415 f . The vias 1435 are 
2-5 filled by epoxy. The intervening layer may also be 

coupled to the via 14 3 5 by a coupling element (not shown) 
to create a chain of interconnected circuit layer. 

In a preferred embodiment of the invention, the 
contactless coupling elements 1415, 1415 1 are transferred 
3 0 LED and detector pairs. In this embodiment, the 

•electrical signals are encoded, optically transmitted to 
■ the respective circuit layer, where the optical signal is 
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decoded. The receivers may be transferred patterned fine 
resolution photovoltaics. The epoxy 1420, 1420', 1420" 
must be at least partially transmissive to wavelength of 
light being transmitted by the LED's. A single circuit 
5 layer 1410 may transmit to another particular layer within 
a chain at interconnected layers utilization of LEDs with -. 
various wavelengths chosen to match various detectors. 

in alternate preferred embodiment of the invention, 
shown in Fig 24C. the circuit layers 1410, 1410' are 
10 capacitive-coupled by the contactless coupling elements 
1415, 1415'. In this embodiment, the coupling elements 
1415, 1415' are metallic. plates and the epoxy layers 1420, 
1425 are diamond impregnated to function as a dielectric 
separating the two plates. Similarly, the circuit layers 
15 1410, 1410' may be inductive-coupled, where the coupling 
elements 1415, 1415' are inductive loops. These 
embodiments are particularly useful in monolithic 
microwave integrated circuits (MMICs) . To limit stray 
electromagnetic fields from the coupling elements from 
20 affecting adjacent circuitry, metallic sheilding layers 
1430, 1435 are formed" in the structure through which the 
vias 14 35 extend. 

. D. Thermal Management 

An advantage of fabricating stacked 3D circuit 
25 modules according to the subject invention is that 
thermally conductive layers can be inserted between 
stacked circuit layers to enhance heat transfer to an 
external heat sink. These layers can also increase the 
dielectric strength of the intercircuit insulators. The 
30 thermally conductive layers are fabricated as thin film 

layers. The thermally conductive layers may comprise thin 
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film diamond, Sic, A1N, Aluminum, Zr, Ceramics or BeO. 
The choice of thermally conductive material is dependent 
on the engineering application. 

Figure 25A is a schematic diagram of a thin film 
5 module having thermally conductive layers. The stacked 
module has been transferred to a Sic carrier substrate 
1510. The module comprises interleaved layers of 
thermally conductive material 152 0a-m and circuit layers 
1530a ,m. The thin film circuit layers 1530a-m are 

10 interconnected by substrate vias 1535. 

Figure 25B is an exploded view of a section of the 
stacked circuit module Figure 25A. The thermally 
conductive layers 1520 comprise Sic. Stripline flex 
connectors 1535b and 1525d function to dissipate themal 

15 energy from the thermally conductive layers 1520b and 
1525d to a heat sink. The thin film circuitry 1530 is 
isolated from the thermally conductive layers 152 0 by a 
diamond thin film dielectric layer 1542, 1544. Preferably 
the dielectric layer 1542, 1544 is a diamond inpregnated 

2.0 epoxy. The thickness of the dielectric layers 1542, 1544 
is determined by the diamond grit diameter, which is 
preferably about 5 microns. 

Figure 25C is an exploded view of the thin film 
module layers of Figure 25B. In particular, the circuit 

25 layer interconnect system is detailed. In an preferred 
embodiment of the invention, an optical interconnect 
system is used. Fabricated in the circuit layers 1530 are 
GaAs emitters 1552 and detectors 1554. The emitters are 
driven by respective optical drivers 1551, 1553. 

30 The stacked thin film semiconductor layers described 

■ herein have thicknesses within the range of 0.1 micron to 
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10 microns and preferably between 0.25 micron and 1.0 
micron. 

Equivalents *• 

~ While the invention has been particularly shown and 
described with reference to preferred embodiments thereof, 
it will be understood by those skilled in the art that 
various changes in form : and details may be made therein 
without departing form the spirit and scope of the 
invention as defined by. the appended claims. 
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CLAIMS 



1. A method of fabricating a three dimensional 
circuit module f comprising the steps of: 

forming a first circuit layer on a carrier 
5 substrate; 

forming a second circuit layer on a temporary 
substrate; 

transferring the second circuit - layer onto 
the first circuit layer, the first and circuit 
10 layers separated by an intermediate layer; and 

interconnecting the first and second circuit 
layers through the intermediate layer. 

2. The method of Claim 1 wherein the step of 
transferring comprises: 

15 forming an adhesive layer over the second 

circuit layer; and 

transferring the second circuit layers onto 
the first circuit layer and the adhesive layer. 

3. The method of Claim 1 wherein the step of 
20 transferring comprises: 

forming an first adhesive layer over the 
second circuit layer; 

transferring the second circuit layer to a 
superstrate ; 

25 forming a second adhesive layer under the 

second circuit layer; 

transferring the second circuit layer onto 
the first circuit layer; and 
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. solidifying the second adhesive layer to form 
the intermediate layer. 

4. The method of Claim 1 wherein the step of 
interconnecting comprises: 
5 . forming a via between the first and second 

circuit layer; and 

coupling the first and second circuit layers 

through the via. 

. 5. The method of Claim 4 wherein the step of coupling 
10 comprises filling the via with an electrically 

conduction material. 

6. . The method of Claim 4 wherein the step of coupling 

comprises forming ah optical link through the via. 

7. The method of Claim 4 wherein the step of coupling 
15 comprises forming an electromagnetic field link 

. through the via. 

8. The method of Claim 1 wherein the intermediate 
layer comprise a thermal conductor, the method 
further comprising the step of interconnecting the 

20 intermediate layer to a heat sink. 

9. : The method of Claim 1 wherein the intermediate 

layer comprises an electrical conductor, the 

* • 

method further comprising the step of 
interconnecting the intermediate layer to an 
25 electrical ground. 



10. A three dimensional circuit module, comprising: 
a plurality of thin-film semiconductor 
circuit layers; 
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an intermediate layer positioned between the 
circuit layers? and 

an interconnection between a first circuit 
layer and a second circuit layer through the 
5 intermediate layer. 

11. The circuit module of Claim 10 wherein the 
semiconductor is silicon. 

12. The circuit module of Claim 10 wherein the 
semiconductor is a Group III-V compound 

10 13. The circuit module of Claim 10 wherein the 
semiconductor is diamond. 

14. The circuit module of Claim wherein the 
intermediate layers comprise thermal conductor. 

15. The circuit module of Claim 14 wherein the thermal 
15 conductor is an epoxy. 

16. The circuit module of Claim 14 further comprising 
a heat sink coupled to the thermal conductor. 

17. The circuit module of Claim 10 wherein the 
intermediate layers comprise an electrical 

20 conduction layer. 

18. The circuit module of Claim 10 wherein the 
interconnections comprises an electrical 
conductor. 



25 



19. 



The circuit module of Claim 10 wherein the 
interconnector comprises an optical coupling. 
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20. The circuit module of Claim 10 wherein the 

interconnection comprises an electromagnetic 
coupling. 




WO 93/16491 



PCI7US93/01322 



1/31' 





WO 93/16491 



PCT/US93/01322 



2/31 




FIG. 2 A 



I8B ,I8A 




FIG.2B 



WO 93/16491 



PCI7US93/01322 



3/31 




WO 93/16491 



PCT/US93/01322 





FIG. 4 A 



FIG. 4B 



FIG.4C 



FIG. 40 



WO 93/16491 



PCT/US93/01322 



6/31 




A 
I 



A 

I 

80 I 



WO 93/16491 



7/31 



PCT/US93/01322 




WO 93/16491 



PCI7US93/01322 




PC17US93/01322 




WO 93/16491 



PCT/US93/01322 



10/31 




WO 93/16491 PCI7US93/01322 



11/31 




900 FIG. IOA 



918 




FIG. IOB 



WO 93/16491 PCT/US93/01322 

12/31 




FIG. 11 A 



FIG. I IB 



FIG. 1IC 



WO 93/16491 



PCI7US93/01322 



ID (A) 13/31 GM 

Marker (1.3500V, 5.412/*A, I2.7E-06) 



1E-03- 



decade 
/div. 



1E-14 




12.00 
E-06 



1.200 
/div. 



.0000 



-1 400 0 .7000/div 
VG 

(V) 



4.900 



FIG, 12 A 



ID(A) ^ % GM 

Marker (1.3500V, 4.6 09>xA, 11.1 E-06) 

1E-03- 



decade 
/div 



1E-I4 




0000 



-1 400 0 .7000/div 
VG (V) 

FIG. 12 B 



4.900 



WO 93/16491 



PC17US93/01322 



14/31 




FIG. 14 



WO 93/16491 



PCI7US93/01322 



16/31 




WO 93/16491 



PCT/US93/01322 



r 



18/31 



1084- 



l_. 



FIG. 16C 



J 



1086 



U. ••' • 1088 

# A- J 






L 






1084 — 







FIG. I6D 



WO 93/16491 



PCT/US93/01322 



19/31 




FIG. I6E 



1084 



1090 



1090 








i 








1084 



FIG. I6F 



WO 93/16491 



PCI7US93/01322 



20/31 




FIG. I6G 



1084 



1097. 



"1 



FIG. I6H 



W093/16491 



PCT/US93/01322 



21/31 



1098^ 






.1212 



-1216 
•1222 




FIG. 17C 



1230 



D1/D2 
o 



G1/G2 
o 



1226 



1224. 

1216 

1226 




FIG. I7D 



WO 93/16491 



PCI7US93/01322 



23/31 




FIG. 18A 



1111 h 1241 



1250 



1240 




FIG. I8B 



WWW 



1243 



1250 




1240 



FIG. I8C 




FIG. I8D 



SUBSTITUTE SHEET 



WO 93/16491 



PCT/US93/01322 



24/31 



1246 



1248 




FIG 18 E 



1252 




FIG 18 F 



1242 



1111 t 1258 




FIG. I8G 



1254 



1260 




FIG 18 H 



WO 93/16491 



PCT/US93/01322 




25/31 



p/n junction 317 
ggzz 2 j yy 




•312 





/7G /ft4 

316' 

7771 / JZ22^ 



Substrate 

N \ S 



FIG. I9B 





— 380 



^-312 



FIG. 19C 




380 



FIG. I9D 



WO 93/16491 



PCT/US93/01322 , 



26/31 



rO 
CM 
ro 



o 

Si 

TO 
-1- 



co 

^£ 

x> 

? E 

CM 
CM 

ro 



O 
ro 




O 

CM 

ro 




O 
CM 

oomo 9 

CO ID CM O T 
^-^-roro 

i 



OJ 

o 



hi 
_J 
m 

CO 

> 



n inoTm iTr pucct 



VVO 93/1 6491 



PCI7US93/01322 



27/31 




P2 --^mmm&mm^m 



600 
P2— es 



LED! 
161 

LED2 
162 



FIG. 22 



Mr 



P2 



Truu-pi 

+ + + 
FIG. 23 



Inter- 



Connect 




FIG. 24 A 



WO 93/16491 



PCI7US93/01322 





FIG. 24C 



WO 93/16491 



PCT/IJS93/01322 



30/31 




WO 93/16491 



PCT/US93/01322 



31/31 




JO 



INTERNATIONAL SEARCH REPORT 

International Application No 



PCT/US 93/ 01322 



I. CLASSIFICATION Of SUBJECT MATTCR (H eavrrel clittMcsuon ermbola apply. Indicate ««J 4 



According 4o International P*t«nl CU«irT«catkm (IPC) or to bom National CU«»lficaUon and IPC 



| p C S. H 01 L 21/90 



If. FIELDS S £ ARCHEO 



Minimum Documentation Searched f 



Classification System j 



CUisrficatlon Srmboli 



IPC" 



j H 01 L, G 09 G 
I 



OocunxntKian S*«rch*d vtb*< Bun Minimum Documentation 
la Iht Ext«rt ttut iuch Docummtt art Induotd In Um FMdt S*«rcfv»<i « 



III. DOCUMENTS CONSIO£RCD TO Bt WEUEVAKT* 



Category * 


OtJtion cl Oocumtnt. «* whh lndic*uorv wtvrre approp<Ute, of the rvirv.rd p««aagea U 


R*W**nt to CUlm Ho. 


A 


ELEKTRONIKER , no. 10. 
October 1989, Aaran 
U. KSNIG: "Dreidimenslonale 
Integration 11 
pages 79-82 , 

totality, esp. fig- 1,2,8,10. 


1, 10 


A 


SIEMENS COMPONENTS, vol. 27, 
no. 2, March/ April 1989, 
Berlin u. Mtlnchen 
E. HOFMEISTER. "Mikroelektro- 
nik 2000" 
pages 54-58, 
totality, esp. fig. 1. 


1,10 ■. 


• A 


EP, Al, 0 316 799 

(NISSAN) 25 March 1989 
(25.05.89) , 

fig. 4-6; column 9, line 36 - 
column 12, line 16. 


1,10 


A . 


CH, A, 468 080 


1,10 



* Spadal cstsgoriet of cK«d documents: '« 

*A* document dafmlng tht general state of ths art which It net 

considered to ba of particular relevenca 
m V asrfiaf document but publiahad on or alter in* International 

Tiling data 

"L* document which may throw doubts on pfiorftT claim(a) or 
which Ic dud to etublieh the publication data ol anothar 
citation or othaf special raaaon (as spedfied) 

-O" documenl referring to an oral diadoiura, use, eihlbWort or 
othaf maant 

■ "P" document eubUeh«d prior to tha International filing data but 
later thin tha priority data claimed 



*T~ Utar documenl publiahad eher tha Intamational firing data 
or priority data and net In conflict witn tna application but 
cried to understand tha principta or theory und.rfrfng tho 
Invention 

•X" document of particular relevance: tha dalmad Invention 
cannot ba considered novel or cannot bo considered to 
Involve on Inventive atap 

T" document of particular relevance;" tha claimed Invention 
cannot be considered to Involve an tnv.ntWe it to when tha 
document la combined with one or mora other such doOr* 
mertta, such combination b«ing ob^eus to a person akilled 
In the art. 

"IT document momber of tha same patent family 



Oats ol the Actual Compttuon of tha International Saa/ch 

25 May 1993 


Dale of Mailing of this International Search Aeport 

TSILIDIS e.h. 1 0. OR 93 


International Starching Avlhortty 

EUROPEAN PATENT OFFICE 


Signature ol Authorized Officer 



Form PCTflSA/TIO <e«cond ah**0 <J*wy 



-2- 



InUmttio**! Application No 



PCT/US 93/01322 



Ml. DOCUMENTS COKSlOEReO TO BE RELEVANT (CONTINUED FROM THE SECONO SHEET) 



Ctwgorr *| 



CHtUoo o( Document, •* ~Kh t*<ik»Uo*. *»h»f« • ppf0p*1«U. «( lh« f«U»«nt D«»»«0" 



JUUvint lo Claim No. 



(IBM) 14 March 1969 
(14.03.69), 
claims;, fig. 



for™ PCT/ISA 2I0(exlro »h«0 (J.nuary >9«>) 



ANHANG 

zuc international en Recherchen- 
bericht uber die internationale 
Patentanneldung Nr. 



In dieseflf Anhang sind die Mitglieder 
der Patentfaaihen der is obenge- 
nannten international Recherchenbericht 
' angef uhrterv Patentdokuoiente angegeben. 
Diese Angaben dienert nur 2ur Unter- 
richtung. und erfolgen chne Gewahr, 



ANNEX 

to the International Search 
Report to the International Patent 
Application No. 

PCT/US93/01322 SAE 70781 

This Annex lists the patent fanily 
meobers relating to the patent documents 
cited in the above-mentioned inter- 
national search report. The Office is 
in no way liable for these particulars 
which are given oerely for the purpose 
of infonaation. 



ANNEXE 

au rapport de recherche inter- 
national relatif 4 la deaande de brev^ 
international n* 



La prteente annexe indique les 
neabres de la f ami lie de brevets 
relatif s aux documents de brevets citis 
dans le rapport de recherche inter- 
national viste ci-dessus. Les reseigne- 
cents fournis sont donnas i Hire indica 
tif et n'engagent pas la responsibility 
de T Office. 



Ioi Recherchenbericht 
angef Qhrtes Patentdokuaent 
- Patent docuaent cited 

in search report 
Document de brevet cit* 
dans, le rapport de recherche 



Datum der 
Veroffentlichung 
Publication 
date 
Date de 
publication 



hitalied(er) der 
Patentf amilie 
Patent faiily 
»eaber(s) 
Membre(s) de la 
f ami lie de brevets 



Datura der 
VEroffentlichung 
Publication 

date 
Date de 
publication 



EP 


Ai 


316799 


24-05-89 


JP A2 
US A 
JP A2 


1129441 
5122856 
1128562 


22-05-89 
16-06-92 
22-05-89 


CH 


A 


468080 




keine 


- none — 


ri en 



This Page is Inserted by IFW Indexing and Scanning 
Operations and is not part of the Official Record 

BEST AVAILABLE IMAGES 

Defective images within this document are accurate representations of the original 
documents submitted by the applicant. 

Defects in the images include but are not limited to the items checked: 

□ BLACK BORDERS 

□ IMAGE CUT OFF AT TOP, BOTTOM OR SIDES 

□ FADED TEXT OR DRAWING 

^TbLURRED OR ILLEGIBLE TEXT OR DRAWING 

□ SKEWED/SLANTED IMAGES 

□ COLOR OR BLACK AND WHITE PHOTOGRAPHS 

□ GRAY SCALE DOCUMENTS 

VALINES OR MARKS ON ORIGINAL DOCUMENT 

□ REFERENCE(S) OR EXHIBIT(S) SUBMITTED ARE POOR QUALITY 

□ OTHER: 



IMAGES ARE BEST AVAILABLE COPY. 
As rescanning these documents will not correct the image 
problems checked, please do not report these problems to 
the IFW Image Problem Mailbox. 



THIS PAGE BLANK (usfo> 



